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A non-wax glass polishing compound comprising: 

a) a water-repelling and filn/-forming acrylic resin; 

b) silicone fluid; 

c) finely divided abrasive; j 

d) a hydrocarbon solvent; 

e) an alkanol solvent; 

f) acryli£polymeremuls^(fier; and 

g) water 

2. The polishing compound offClaim 1 containing a preservative. 

3. The polishing compound o(t Claim 1 containing a fragrance. 

4. The polishing compound of Claim 1 wherein: 

the acrylic rejsin comprises from about 0.6% to about 2.5% by weight of the 
polishing compound; 

the silicone/ fluid comprises from about 4% to about 8% by weight of the 
polishing compound; 

the abrasiv£ comprises from about 1% to about 6% by weight of the polishing 

compounds; 

the hydrocarbon solvent comprises from a out 5% to about 25% by weight of a 
the polishing compounds 

the alkaqol solvent comprises from about 2% to about 5% of the polishing 

compounds; 

the acrylic polymer comprises from about 1 .2% to about 2% by weight of the 
polishing compounds; and 

the water comprises the remainder of the polishing compound. 

5. The polishing compound of Claim 1 wherein: 

the achylic resin comprises from about 1 .3% to about 1 .8% by weight of the 
polishing compounds 

the silicone fluid comprises from about 4% to about 6% by weight of the 
polishing compound; 

the /abrasive comprises from about 2% to about 3.5% by weight of the 
polishing compounds; 
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the hydrocarbon solvent comprises from a out 8% to about 13% by weight of a 
the polishing compound; — 



y^^JJ the alkanol s/Slvent comprises from about 2% to about 5% of the polishing 

^ compounds; 

5 (J^y^ the acrylic roolymer comprises from about 1.2% to about 2% by weight of the 

Qjlph ^ polishing compounds; 



the water comprises the remainder of the polishing compound. 
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